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Step 
Name Action 
Precipitation Double decomposition in 


dilute gelatin solution 


Silver Nitrate pilus Potassium Halide yields 
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Gelation Add gelatin and cool 
Shredding Shred into noodles and 

& Washing wash in running water 
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chemical sensitizing 


ffter-Ripening 


Doctoring Add doctors: optical 


sensitizing, etc. 


Purpose 


Produces an emulsion of silver halide 
crystals in gelatin 


Silver Halide plus Potassium Nitrate 
KN 03 


AgX v 
(Precicitate) 


Determines final size and shape of 
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when cooled 


Removes undesired potassium salts 


Increases emulsion sensitivity or 
speed 
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